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COMPOSITE STRUCTURAL LAMINATE PLATE CONSTRUCTION 

The present invention relates to a composite structural laminate sandwich plate 
constructions and particularly to such constructions that are suitable for building both 
maritime and civil structures or components in which the traditional method of 
construction uses stiffened steel or metal plates. 

In applications such as ship hulls or bridge decks, the steel plates for ming such 
constructions are generally stiffened to increase stiffness and strength by preventing 
localised plate buckling. The stiff eners may be comprised of plates, cold formed or rolled 
sections that are welded orthogonally to the main load bearing plate. These are generally 
equally spaced and may be oriented in one or two directions that are aligned with the plan 
dimensions of the main plate. The number, size, location and type are dependent on the 
application and the forces that must be carried by the structure. The use of stiffeners 
requires welding, complicates the manufacturing process and adds weight. Stiffeners, their 
connection to the main plate or intersection with other main framing members are often 
the source of fatigue and corrosion problems. Complex and congested structures that result 
from combining stiffened plates are often difficult to maintain and to provide adequate 
corrosion protection. 

Metal-foam laminates with improved sound or heat insulating properties are known 
for /use in cladding or roofing buildings, see for example US 4,698,278. Such laminates 
generally employ foamed or fibrous materials and are not intended to, nor capable of, 
bearing significant loads, i.e. significantly greater than self- weight and small loads due to 
localised wind or snow action. Not withstanding, the use of a steel-polyurethane foam- 
steel sandwich was investigated for use in hulls in ships. It was concluded that this type of 
sandwich construction was unsuitable as it did not have sufficient bond strength to provide 
equivalent in-plane or transverse stiffness and strength to stiffened plate structures that is 
required to carry the applied loads. 

GB-A-2 337 022 discloses the use of an intermediate layer comprised of an elastomer 
located between and adhered to the inner surfaces of first and second metal layers. 

The present invention provides a structural laminate member comprising: 
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a first metal layer having a first inner surface and a first outer surface; 

a second metal layer having a second inner surface and a second outer surface, the 
second metal layer being spaced apart from said first metal layer; 

a form located between said first and second inner surfaces; and ■ 

an intermediate layer comprised of an elastomer located in the spaces between said 
first and second inner surfaces not occupied by said form and adhered to said first and 
second inner surfaces. 

The first and second metal layers may be regarded as face plates of the construction. 
They also need not be parallel and can have variable spacing or shape to provide the 
appropriate or best possible structural behaviour. 

The structural laminate member of the present invention exhibits reduced average 
density compared to the prior art and is particularly advantageous in applications such as 
ships or bridge decks or other structures applications where weight concerns are acute and 
where welding between metal layers may be eliminated to reduce cost and connection 
problems for dissimilar metals. Furthermore, by providing a hollow form, internal 
distribution of wiring or piping through the laminates can easily be provided. Compared 
to traditional stiffened steel plates, this form of construction provides equivalent in-plane 
and transverse stiffness and strength, reduces fatigue problems, minimi ses stress 
concentrations, improves thermal and acoustical insulation, and provides vibration control. 
The laminate provides a structural system that acts as a crack arrest layer and that can join 
two dissimilar metals without welding or without setting up a galvanic cell. 

The form is considered to be non-load bearing and is considered to simply provide 
accurately shaped, spaced and dimensioned volumes in which the elastomer core is not 
required for structural performance. The space not occupied by the form is filled with 
elastomer. The quantity, shape, and location of the elastomer between the metal plates is 
application specific and is designed to function integrally with the metal face plates to carry 
all the forces that the composite structural laminate plate may be subjected to. It is 
anticipated that sufficient bond area between the elastomer and the metal plates be provide 
to transfer the applicable shear forces! In some applications welding of intermediate metal 
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pktes or sections may be eliminated. Furthermore, the intermediate layer should be 
designed and have material characteristics (i.e., yield strength, modulus, ductility, hardness, 
rebound resilience, thermal and acoustical characteristics, dampening and vibration 
characteristics) to provide the structural performance required for the given application. 

5 For example where the ability to withstand impact loads and absorb energy is important, 
the intermediate layer will be designed to promote strain dissipation and inelastic 
membrane action in the metal face plates and to increase puncture resistance. 

Embodiments of the invention may include metal plates or sections embedded in 
and bonded to the intermediate layer to increase shear, flexural and transverse stiffness and 

10 to enhance load distribution. The location, size and number are chosen depending on the 
load and structural requirements. The plates or sections may be oriented longitudinally or 
transversely or both. Providing extra stiffness in this way has the advantage that the 
additional plates or sections do not need to be welded to the metal layers; shear transfer 
between the metal plates or sections and the metal layers is provided through the bond 

15 between the elastomer (primarily) and form (secondarily) and the metal plates or sections. 

The present invention provides a method of making a structural laminate member 

comprising the steps of: 

providing first and second layers in a spaced apart relationship with a form partly 
20 in contact with both metal layers located in a core cavity defined between the two plates, 

said form partially filling said core cavity, 

casting an uncured elastomer into said core cavity; and 
curing said elastomer so that it adheres to said metal layers. 

? 5 Providing the form in contact with the metal layers allows laminates to be 

assembled easily within the required dimensional accuracy. 



Exemplary embodiments of the invention will be described below with reference to 
the accompanying drawings, in which: 
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Figure 1 is a lateral cross-sectional schematic diagram of a composite structural 
laminate construction according to the invention showing several different forms; 

Figure 2 is a longitudinal cross-section of the same composite structural l amin ate 
construction according to the present invention; 

Figure 3 is a cross-sectional view of a second embodiment of the invention; 

Fi^mre 4 is a cross-sectional view of a third embodiment of the invention with a 
curved section; and 

Figure 5 is a cross-sectional view of a fourth embodiment of the invention. 

In the figures, like parts are identified by like numerals. 



Figure 1 is a cross-sectional view of a laminate member according to the present 
invention. The laminate member comprises a first outer layer 1, a form 10, an intermediate 
layer 20 and a second outer layer 2. The form 10 may be in part contact with the outer 
layers 1 and 2 at areas marked 15. The intermediate layer 20 is bonded to each of the first 

15 and second outer layers 1 and 2 with sufficient strength to transfer shear loads between the 
outer layers so as to form a composite structural member capable of bearing loads 
significantly greater than self-weight. 

The precise load to be borne by the laminate member will depend on the 
application to which it is to be put. The ratio of volume of form 10 to volume of 

20 intermediate layer 20 is selected in accordance with the required physical properties. Such 
physical properties might include strength, stiffness or density. 

The form 10 comprises several sub-sections 1 1 interconnected by interconnectors 
12. The sub-sections 11 are generally of the same shape and are evenly spaced as illustrated 
in Figure 3 or 4 for flat or curved sections. The interconnectors 12 are generally, though 

25 not necessarily parallel to the metal layers 1, 2. The interconnectors 12 generally have a 

smaller maximum cross-section than the sub-sections 11. Preferably, several sub-sections 11 
and interconnectors 12 are integrally made. The form 10 may contact the first and second 
outer layers 1, 2 along the entire edge of a sub-section 11 or at alignment dimples 13. In the 
latter case, more surface area is available for the intermediate layer 20 to bond to the first 

30 and second layers. 
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Preferably there are continuous paths through and avoiding the form 10 from the 
first outer layer 1 to the second outer layer 2. More preferably, there are straight paths 
through and avoiding the form 10 from the first outer layer (face plate) 1 to the second 
outer layer (face plate) 2 which are optimally perpendicular to the first and second outer 
layers. The form may be shaped to additional bonded area for the elastomer at the metal 
face plates. For example a cross-section of the construction would show a series of 
elastomer ribs that look like Ionic columns (columns with capitals). 

The form 10 may be made of any type of light weight foam material, e.g. 
polyurethane (PU) foam, which does not react with the metal layers 1, 2 or with the 
elastomer. The preferred foam is a polypropylene semi-rigid foam with a density of greater 
than 20kg/m 3 . Preferably the form is sufficiently rigid so as not to be easUy compressed by 
the metal layers 1, 2 or the intermediate layer 20. The form 10 may be moulded for a 
specific purpose or constructed in a generic manner for specific thicknesses such that the 
form 10 could be sized (cut) to fit. Several forms could be positioned adjacent each other 
15 between single outer layers. Other embodiments would replace the forms with other 

materials like wood and light gauge cold formed steel boxes. These forms would perform 
the same functions and would have similar attributes to those previously described for the 
forms 10. These forms may also increased shear and flexural stiffness. 

As can be seen from Figure 3 or 4, the form 10 may be comprised of a 
20 regular array of sub-sections interconnected at regular intervals. A structural laminate 
manufactured in this way will show uniform properties across the whole member. 
Alternatively, as shown in Figure 1, the size, shape, and spacing of the sub-sections may be 
varied. The interconnectors 12 do not necessarily need to be uniformly spaced either. Any 
shape of sub-section 11 and indeed even hollow shapes can be chosen. These variables are 
25 chosen according to the required physical properties of the member in a particular area. 
The provision of hollow interconnect ors 12 or hollow elongated sub-sections 11 allows 
internal distribution of wiring or piping. 

The function of the form 10 is not in a load-bearing capacity, but rather it is a 
convenient way of providing voids in the intermediate layer 20 in areas where the whole 
load-bearing capacity of elastomer 20 in the space between the first inside surface 4 and the 
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second inside surface 6 is not required. In this way, the density of a given structural 
member can be greatly reduced. Furthermore, the position of the void within the 
structural laminate member can be accurately controlled and the dimensional accuracy of 
the distance between the first inside surface 4 and the second inside surface 6 can be 
5 increased. 

The first outer layer 1 includes a first outer surface 3 and a first inner surface 4. 
Similarly, the second outer layer 2 includes a second outer surface 5 and a second inner 
surface 6. The first inner surface 4 and the second inner surface 6 may be spaced apart in a 
range of about 20 to 250 mm. At a minimum, the first and second outer layers will have a 

10 thickness of 2 mm and the intermediate layer 20 mm. Preferably, the intermediate layer 
has a modulus of elasticity, E, of at least 250 MPa, more preferably 275 MPa, at the 
maximum expected temperature in the environment in which the member is to be used. In 
ship building applications this may be 100 degrees C. The elastomer should not be too stiff 
so that E should be less than 5000 MPa at the lowest expected temperature, -40 or -45 

15 degrees C in ship building applications. 

If additional shear or flexural stiffness is required for a specific application, metal 
plates or rolled sections may be cast integrally with or bonded to either the form or the 
elastomer. The location, size and number are chosen depending on the load and structural 
requirements. The plates or sections may be oriented longitudinally or transversely or 

20 both. 

The tear, compression and tensile strengths as well as the elongation of the 
elastomer should be maximised to enable the composite laminate to absorb energy in 
unusual load events, such as impact. In particular, the compressive and tensile strengths of 
the elastomer should be at least 2, and preferably 20 MPa, and more preferably 40 MPa. 
25 The compressive and tensile strengths can, or course, be considerably greater than these 
minima. 

Figure 5 shows a further embodiment of the present invention in which shear plates 
60 extend between the first and second outer layers 1 and 2. The shear plates 60 may be 
solid or perforated with punched holes 61 as illustrated in Figure 5, to allow free flow of 
30 the injected intermediate layer 20 and after curing to increase the load (mechanical 
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interlock) between the intermediate layer 20 and the shear plates 60. Perforated plates 
provide suffer members, reduced slenderness and reduced weight of component. 
Preferably the shear plates 60 are located adjacent from sub-sections 11 as illustrated in 
Figure 5. Those sub-sections 11 preferably extend for substantially all.the length of the 
member so that the intermediate layer forms a plurality of spaced apart elongate ribs and 
the shear plates 60 are bonded to one of those elongate ribs. Shear is transferred to the 
shear plates 60 via the bond (adhesion and mechanical) to provide the required flexural 
stiffness. 

The metal layers 1, 2 are preferably structural steel though these may also be 
aluminium, stainless steel or other structural alloys in speciality applications where 
lightness, corrosion resistance, inertness or other specific properties are essential. The 
metal should preferably have a minimum yield strength of 240 MPa and an elongation of at 
least 20%. For many applications, especially ship building, it is essential that the metal is 
weldable. 

The metal layers 1, 2 may be different metals which provide different functions. 
Examples are mild steel for strength at low cost, stainless steel for strength and resistance to 
chemical attack and aluminium for lightweight, good stiffness and strength. 

The ductility of the elastomer at the lowest operating temperature must be greater 
than that of the metal layers, which is about 20%. A preferred value for the ductility of the 
elastomer at lowest operating temperature is 50%. The thermal coefficient of the elastomer 
must also be sufficiently close to that of the steel so that temperature variation across the 
expected operating range, and during welding, does not cause delimitation. The extent by 
which the thermal coefficients of the two materials can differ will depend in part on the 
elasticity of the elastomer but it is believed that the thermal expansion coefficient of the 
elastomer may be about 10 times that of the metal layers. The coefficient of thermal 
expansion may be controlled by the addition of fillers to the elastomer. 

The bond strength between the elastomer and metal layers should be at least 1 MPa, 
preferably 6 MPa over the entire operating temperature range. This is preferably achieved 
by the inherent adhesiveness of the elastomer to steel but additional adhesives may be 
provided. 
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Additional requirements if the member is to be used in a ship building application, 
include that the tensile strength across the interface must be sufficient to withstand 
expected negative hydrostatic pressure and delaminating forces from steel connections. The 
form and elastomer must be hydrolytically stable to both sea and fresh water and if the . 
member is to be used in an oil tanker must have chemical resistance to oils. 

The elastomer therefore essentially comprises a polyol (e.g. polyester or polyether) 
together with an isocyanate or a di-isocyanate, chain extenders and fillers. Fillers are 
provided, as necessary, to reduce the thermal coefficient of the intermediate layer, reduce 
its cost and otherwise control the physical properties of the elastomer. Further additives, 
e.g. to control hydrophobicity or adhesion, and fire retardants may also be included. 

The form 10 and intermediate layer 20 may be exposed (open) or enclosed. In cases 
where the form 10 and intermediate layer 20 materials are exposed, and where the welding 
is mi nimi sed or even eliminated altogether, the intermediate layer material must provide 
the additional required shear capacity between the plates and it must be resistant to the 
environment (e.g. UV resistant). Extra additives may be required for exposed materials to 
enhance fire resistance. 

The ratio of the total thickness of the outer layers to the thickness of the elastomer, 
(T, + T 3 ) / T 2 , generally is in the range of from 0.1 to 2.5. The elastomer is preferably 
compact, i.e. has entrained air of less than about 25% by volume. 

Coatings, e.g. for cosmetic or corrosion resistance reasons, may be applied to the 
outer surfaces of the metal layers either before or after fabrication of the laminate. Other 
coatings may also be provided to protect exposed elastomer. 

The member of the present invention is substantially stronger and stiffer than a 
member with the same total thickness of metal that has no intermediate layer. This is 
because the member acts in an analogous manner to a box girder or I-beam with the 
intermediate layer performing the function of the web(s). To so function the intermediate 
layer itself and the bonds to the outer layers must be sufficiently strong to transfer the 
forces that will arise in use of the member. 

A further advantage of the present invention, of particular benefit in ship building 
and bridge applications, is that the intermediate layer acts to prevent crack propagation 
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between the inner and outer layer. The elasticity of the intermediate layer helps to prevent 
the propagation or growth of existing cracks. The composite structural laminate 
construction bends through a larger radius at support points or along the edges of loads, 
dissipating the bending strains, lessening the corresponding stress concentrations and the 
possibility of the formation of fatigue cracks. 

The preferred method of fabricating a laminate member according to the invention 
is to position the two metal layers 1,2 in a spaced apart relation with the form 10 disposed 
between the two layers 1,2 and in contact with the two layers 1,2. In this way, the 
separation of the two layers is defined by the dimension of the form 10. The elastomer of 
the intermediate layer 20 is cast or injected (generally under pressure) directly into the 
remainder of the cavity formed by the two metal layers 1 and 2 not occupied by the form 
10. The form may be bonded to the steel plates with bonding agents of elastic-compatible 
compounds with sufficient strength to hold the plates in place during the injection process 
until the elastomer is sufficiently cured. 

During casting the plates 1,2 may be held at an incline to assist elastomer flow, or 
even vertical, though the hydrostatic head of the elastomer during casting should not be 
excessive and the flow of the displaced air should be optimised. The plates may also be 
fixed in place in the structure and filled with elastomer in-situ. 

To enable welding of the member to other members or to an existing structure, is as 
necessary to leave a sufficient weld margin around the edges to ensure that elastomer and its 
bond to the steel plate are not damaged by the heat of welding. The width of the weld 
margin will depend on the heat resistance of the elastomer and the welding technique to be 
used but may be about 75 mm. If the elastomer is cast between the plates, the welding 
margin will need to be defined by elongate removable or cast in place spacers. 

The number of injection and venting ports required will depend on the available 
equipment for pumping the components of the elastomer to provide minimum splash 
(ideally splash free), the volume, orientation and shape to be filled, the optimum locations 
to evacuate air (ensurance of no voids) and the gel time of the elastomer. The injection and 
venting ports should be situated in appropriate places for the use to which the member is to 
be put. If the member is to be used as a hull plate in a double-hull ship, the injection ports 
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are ideally suited so as to face the inter-hull gap rather than the sea or cargo space. The 
injection ports are ideally quick disconnect ports, possibly with one-way valves, that can be 
ground off after casting. Injection and venting ports may be simple holes drilled into the 
metal face plates. These may also be sealed with metal plugs that are flush or made flush 
with the metal face plate. Plugs inserted in injection or venting ports should be made of a 
material that has galvanic characteristics compatible with the metal layers. 

The injection process must be monitored to ensure even filling of the cavity without 
any back pressure which might cause swelling and uneven plate thickness. The injection 
can also be carried out using tubes that are withdrawn progressively as the cavity fills. 

After manufacture and during the life of the laminate, it may be necessary to verify 
that the elastomer has correctly adhered to the metal layers. This can be done using 
ultrasound or gamma-ray techniques. 

To repair dam aged members, or if the elastomer has not properly adhered, the 
damaged region of the metal plate is sawn (cold cut) or flame cut and the elastomer is cut or 
gouged out, e.g. using a router or pressurised water (hydro blasting) until good elastomer is 
exposed and a weld margin is created. The exposed surface of the rem ainin g elastomer 
must be sufficiently clean for new elastomer, cast in situ, to adhere. . 

The present invention has been described above in relation to both maritime and 
civil engineering applications and is especially applicable to those where significant in-plane 
and transverse loads are expected, where impact loads need to be resisted, where increased 
fatigue resistance or where resistance to crack propagation is desirable. 
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CLAIMS 



a 

an : 



1. A structural laminate member comprising: 

' a first metal layer having a first inner surface and a first outer, surface; 
a second metal layer having a second inner surface and a second outer surface, the 
second metal layer being spaced apart from said first metal layer, 

form located between said first and second inner surfaces; and 
intermediate layer comprised of an elastomer located in the spaces between said 
first and second inner surfaces not occupied by said form and adhered to said first and 
second inner surfaces. 

2. A structural laminate member in which the first and second metal layers are 
bonded together by the intermediate elastomer layer without welding of intermediate 
metal plates. 

3. A structural laminate member according to claim 1 wherein said form is made up 
of a plurality of sub-sections. 

4. A structural laminate member according to claim 3 wherein said plurality of sub- 
sections are interconnected by interconnectors. 

5. A structural laminate member according to claim 3 or 4, wherein said subsections 
include alignment dimples which protrude from the surfaces of said sub-sections to contact 
with said first or second inner surfaces. 

6. A structural laminate member according to any one of claims 3 to 5 wherein said 
sub-sections are hollow. 

7. A structural laminate member according to any one of claims 3 to 6 wherein the 
sub-sections of the form are not all the same shape. 
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8. A structural laminate member according to claims 3 to 7 wherein the sub-sections of 
the form are not all uniformly spaced. 

9. A structural laminate member according to any one of claims 4 to 8, wherein the 
5 cross-sectional area of said sub-sections is greater than the cross-sectional area of said 

interconnectors. 

10. A structural laminate member according to any one of the preceding claims, 
wherein a plurality of forms extend substantially all the length of said member so that said 

10 intermediate layer forms a plurality of spaced-apart elongate ribs. 

11. A structural laminate member according to any one of the preceding claims, further 
comprising at least one shear plate generally perpendicular to said first and second layers 
and extending therebetween and bonded to said intermediate layer. 

12. A structural laminate member according to claim 11, wherein said at least one shear 
plate has through holes. 

13. A structural laminate member according to any one of the preceding claims, 
20 wherein said form is made of foam, preferably polyurethane (PU) foam. 

14. A structural laminate member according to any one of claims 1 to 13, wherein said 
form is made of polypropylene. 

25 15. A structural laminate member according to any one of the preceding claims wherein 
said form is in partial contact with at least one of said first and metal layers. 

16. A structural laminate member according to any one of the preceding claims wherein 
there are continuous paths avoiding said form from the first inner layer to the second 
30 inner layer. 
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17 A structural laminate member according to any one of the preceding claims wherein 
there are straight paths avoiding said form from the first inner layer to the second inner 
layer and said straight paths are substantially perpendicular to said first and second metal 
layers. 

18. A structural laminate member according to any one of the preceding claims wherein 
additional load bearing metallic members are located between, but not welded to, said first 
and second inner surfaces. 

19. A structural laminate member according to claim 18, wherein said elastomer is 
adhered to said additional members. 

20. A structural laminate member according to according to any one of the preceding 
claims wherein said elastomer has a modulus of elasticity, E, greater than or equal to about 
250 MPa and a ductility exceeding that of the metal layers. 

21. A structural laminate member according to claim 20, wherein said elastomer has a 
modulus elasticity greater than or equal to about 275 MPa. 

22. A structural laminate member according to any one of the preceding claims wherein 
said elastomer has tensile and compressive strengths of at least 2 MPa. 

23. A structural laminate member according to any one of the preceding claims wherein 
said elastomer has a bond strength to said metal layers of at least 1 MPa. 

24. A structural laminate member according to any one of the preceding claims wherein 
said elastomer is compact 

25. A structural laminate member according to any one of the preceding claims wherein 
said first and second metal layers are spaced apart by about 20 to about 250 mm. 
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26. A structural laminate member according to any one of the preceding claims wherein 
said first and second metal layers each has a thickness in the range of from about 2.0 to 
about 25 mm. 

27. A structural laminate member according to any one of the preceding claims wherein 
the ratio of the total thickness of the first and second metal layers to the thickness of the 
intermediate layer is in the range of from 0.1 to 2.5. 

28. A structural laminate member constructed substantially as hereinbefore described 
with reference to the accompanying drawings. 

29. A maritime or civil engineering structure or vessel including at least one structural 
laminate member according to any one of the preceding claims. 

30. A method of making a structural laminate member comprising the steps of: 
prqviding first and second layers in a spaced apart relationship with a form partly 

in contact with both metal layers located in a core cavity defined between the two plates, 
said form partially filling said core cavity; 

casting an uncured elastomer into said core cavity; and 

curing said elastomer so that it adheres to said metal layers. 

31. A method according to claim 30, wherein additional load bearing metallic members 
are positioned between, but not in contact with, said first and second inner surfaces. . 

32. A method according to claim 30 or 31 wherein said form is made of foam, 
preferably polyurethane (PU) foam. 

33. A method according to claim 30, 31 or 32 wherein additional load bearing metallic 
members are integrally cast with said form. 
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34. A method according to claim 30, 31, 32 or 33 wherein additional load bearing 
metallic members are integrally cast with said elastomer. 

35. A method according to any one of claims 30 to 34, wherein the elastomer, when 
cured, has a modulus of elasticity, E, greater than or equal to about 250 MPa and a ductility 
exceeding that of the metal layers. 

36. A method of making a structural laminate member substantially as hereinbefore 
described with reference to the accompanying figures. 

37. A method of joining a structural laminate member to another member substantially 
as hereinbefore described with reference to the accompanying figures. 



WO 01/32414 



PCT/GBOO/04198 




WO 01/32414 PCT/GBOO/04198 




<!2) INTERNATIONAL APPLICATION PUBLISHED UNDER THE PATENT COOPERATION TREATY (PCT) 



( 19) World Intellectual Property Organization 
International Bureau 

(43) International Publication Date 
10 May 2001 (10.05.2001) 




PCT 



(10) International Publication Number 

WO 01/32414 A3 



(51) International Patent Classification": 

E04C 2/02 



B32B 15/06. 



(21) International Application Number: PCT/GB00/04198 

(22) International Filing Date: 

2 November 2000 (02. 1 1 .2000) 



(25) Filing Language: 

(26) Publication Language: 



English 
English 



(30) Priority Data: 

9926333.7 5 November 1 999 (05. 1 1 .1999) GB 

0024183.6 3 October 2000 (03. 10.2000) GB 

(63) Related by continuation (CON) or continuation-in-part 
(CIP) (o earlier application: 

US 09/496.072 (CIP) 

Filed on 1 February 2000 (0 1 .02.2000) 

(71) Applicant (for all designated Slates except US): INTEL- 
LIGENT ENGINEERING (BAHAMAS) LIMITED 
[BS/BS]: Bahamas International Trust Building, Bank 
Lane, P.O. Box N8188. Nassau (BS). 

(71) Applicant (for MW only): LEEMING, John, Gerard 
[GB/GB]: J. A. Kemp & Co.. 14 South Square, Gray s Inn, 
London WCIR 5LX(GB). 



(72) Inventor; and 

(75) Inventor/Applicant (for US only): KENNEDY, Stephen 
[CA/CA]: 42 Hampton Avenue. Ottawa, Ontario Kl Y 0N2 
(CA). 

(74) Agents: LEEMlNfi, John, Gerard et al.: J. A. KEMP & 
CO.. 14 South Square. Gray s Inn. London WCIR 5LX 
(GB). 

(81) Designated States (national): AE, AG. AL. AM. AT. AU. 
AZ, B A. BB. BG. BR. BY, B2, CA. CH. CN. CR. CU. CZ. 
DE. DK. DM. DZ. EE, ES, FI, GB. GD. GE. GH. GM. HR. 
HU. ID. IL. IN. IS. JP. KE. KG. KP. KR, KZ. LC. LK. LR, 
LS. LT. LL\ LV. MA. MD. MG. MK. MN. MW. MX. MZ, 
NO. NZ, PL. FT. RO. RU. SD. SE. SG, SI. SK. SL. TJ. TM. 
TR. TT, TZ, UA, UG. US. UZ. VN. YU. ZA. ZW. 

(84) Designated States (regional): AR1PO patent (GH. GM. 
KE. LS, MW. MZ. SD. SL. SZ. TZ. UG. ZW), Eurasian 
patent (AM. AZ. BY, KG, KZ, MD. RU.TJ, TM). European 
patent (AT. BE. CH. CY. DE. DK. ES. FI. FR. GB, GR. IE. 
IT. LU. MC. NL. PT, SE, TR). OAPI patent (BF. BJ. CF. 
CG. CI. CM. GA. GN, GW. ML, MR. NE. SN. TD. TG). 

Published: 

— with international search report 

(88) Date of publication of the international search report: 

10 May 2002 

[Cot i tinned on next page J 



(54) Title: COMPOSITE STRUCTURAL LAMINATE PLATE CONSTRUCTION COMPRISING OUTER METAL LAYERS 
AND INTERMEDIATE ELASTOMER LAYER 



< 




(57) Abstract: A composite structural laminate plate construction comprises two outer metal layers ( 1 . 2). a form (10) between them 
and an elastomer layer (20) bonded to the outer metal layers (1.2) and filling the space between them other than that occupied by 
the form (10). The form may be foam and may be in partial contact with the metal layers (1,2). 



INTERNATIONAL SEARCH REPORT 



lr national Application No 

PCT/GB 00/04198 



A. CLASSIFICATION OF SUBJECT MATTER 

IPC 7 B32B15/06 E04C2/02 



Accordtno to international Patent Classification (IPC) or to both nationaJ classification and IPC 



B. RELDS SEARCHED 



Minimum documentation searched (Classification system tollowed by ctassirication symbols) 

IPC 7 B32B E04C 



Documentation searcned olher than minimum oocumentation to the extent that such documents are included in the fields searcned 



Electronic data base consulted during the internauonal search (name or data Dase and. where practical, search terms used) 

EPO-Internal . WPI Data 



C. DOCUMENTS CONSIDERED TO BE RELEVANT 



Category - I Citation ot document, with indication, where appropnate. ot tne relevant passages 



Relevant to claim No. 



p.x 



GB 2 337 022 A (FERN INVESTMENTS LTD) 

10 November 1999 (1999-11-10) 

cited in the application 

page 4, line 3 -page 8. line 4 

page 9, line 21 -page 10, line 7; figures 

1-2 

US 3 783 082 A (ALMOG E) 
1 January 1974 (1974-01-01) 



column 1, line 25 -column 3, line 47; 
figure 1 



1.2,11, 

15-30, 

33-37 



1-4,10, 

11,13, 

16-19, 

29-34, 

36,37 



-/-- 



LU 



Further documents are listed in the continuation ot box C 



Patent familv members are listed in annex. 



* Special categories ot cited documents 

•A' document defining the general state ot the an which is not 

considered to be of particular relevance 
'E' earlier document but published on or alter the international 

filing date 

•L" document which mav throw doubts on pnonly daim(s) or 
which is cited to establish the puDhcation date of another 
citation or other special reason cas specified) 

'O' document referring to an oral disclosure, use. exhibition or 
other means 

*P* document published prior to the international tiling date out 
later than the priority date ciaimeo 



'V later document published after the international filing date 
"or priority date and not in conflict with the application but 
cited to understand the principle or theory underlying the 
invention 

"X" document of particular relevance, the claimed invention 
cannot be considered novel or cannot be considered to 
involve an inventive step when the document is taken alone 

•Y" document of particular relevance: the claimed invention 

cannot be considered to involve an inventive step when the 
document is combined with one or more other such docu- 
ments, such combination being obvious to a person skilled 
in the art 

document member of the same patent family 



Date of the actual completion ot the international searcn 



29 January 2001 



Name anc mailing address ot the ISA 

European Patent Oflice. P B 5818 Patentlaan 2 
NL - 2280 HV Rijswt|k 
Tel. (+31-70) 340-2040. Tx 31 651 epo rrf. 
Fax (+31-70)340-3016 



Dale of mailing of the international search repon 



26/06/2001 



Authorized officer 



Ibarrola Torres, 0 



Perm «=C~1SA/210 fseconc sreeli i-;uty i«-2> 



naae 1 of 2 



INTERNATIONAL SEARCH REPORT 


h -national Application No 

PCT/GB 00/04198 


C.(Continuation) DOCUMENTS CONSIDERED TO BE RELEVANT 


Category - 


Citation ot document with indication. where appropriate, ot tne relevant passages 


Relevant to ctaim No. 


A 


FR 2 305 559 A (SETIL) 

22 October 1976 (1976-10-22) 

page 3; line 3 -page 4, line 28; figure 




! 1,2,10, 
13, 

16-19, 
29,30, 
32-34, 
36,37 


A 


US 4 593 449 A (PALMBERG ROBERT A A ET 
AL) 10 June 1986 (1986-06-10) 
cl aims 

column 3 S line 3 -column 5, line 68; 
figures 


***. - - 


1-37 



Form PCT/ISA^iC (connnuation of seaona s-neeu (July 1592* 



nanp P of 2 



INTERNATIONAL SEARCH REPORT 

Information on patent family members 



national Application No 

PCT/GB 00/04198 



Patent document 
cited in search report 



GB 2337022 



Publication 
date 



Patent family 
membens) 



Publication 
date 



10-11-1999 



NONE 



us 


3783082 


A 


01-01-1974 


NONE 


FR 


2305559 


A 


22-10-1976 


NONE 


US 


4593449 


A 


10-06-1986 


NONE 



=orn PCT/5SA/210 Ipaiert larr,.!y armext :Jvy 1392) 



